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(54) DIELECTRIC ELEMENT AND MANUFACTURING METHOD THEREFOR 



(57) An object is to provide a ferroelectric element 
having a high Pr and a low Ec and having a good with- 
stand voltage, which is in the form of a thin fOm using a 
ferroelectric layer containing insulating particles. The 
ferroelectric layer containing the insulating particles is 
effective to suppress leak current caused through grain 
boundaries of crystals, and hence to exhibit a high Pr 
and a low Ec and a good withstand voltage. The ferroe- 
lectric element has a structure in which such a ferroe- 
lectric layer in the form of a thin film is sandwiched 
between electrodes. By incorporating the ferroelectric 
element in a field effect transistor structure, it is possible 
to realize a highly integrated semiconductor device for 
detecting reading or writing. 
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Description 
TECHNICAL FIELD 

[0001 ] The present invention relates to a ferroelec- 
tric element such as an FeRAM utilizing a non-volatile 
property of a ferroelectric material, a semiconductor 
device using the ferroelectric element, and a method of 
manufacturing the ferroelectric element The present 
invention also relates to a high dielectric element such 
as a DRAM utilizing a high dielectric constant and a tow 
leak current density, a semiconductor device using the 
high dielectric element, and a method of manufacturing 
the high dielectric element 

BACKGROUND ART 

[0002] As a semiconductor memory, there is Known 
a DRAM (Dynamic Random Access Memory) having a 
feature in terms of rewriting data at a high speed. 
DRAMs enter in the age of a large capacity of 16 M bits 
to 64 M bits along with progress of technologies for real- 
izing higher density and higher integration. This also 
requires a technology for achieving finer-geometries of 
circuit components, particularly, liner-geometries of 
capacitors for storing information. For achieving finer- 
geometries of capacitors, it is required to make thin a 
dielectric film, to select a material having a high dielec- 
tric constant, and to change the structure of the capaci- 
tor composed of an upper and a lower electrodes and a 
dielectric material from twc-dimensional to three-dimen- 
sional. With respect to a high dielectric material, it is 
known that BST (Ba/SrJTiOj having a simple lattice per- 
ovskite crystal structure exhibits a dielectric constant (e) 
larger than that of SKVS^N^ An example using such a 
high dielectric material has been reported in Interna- 
tional Electron Device Meeting Technical Digest (IEDM 
Tech. Dig.), p. 823, 1991. 

[0003] A non-volatile memory FeRAM (Ferroelectric 
Random Access Memory) using a fenoelectric material 
as a capacitor material has a characteristic capable of 
storing data in the OFF state of a power supply because 
it utilizes two residual polarization states being different 
in polarility. The FeRAM has a feature in terms of rewrit- 
ing data at a speed being as very high as the order of \is 
or less, and therefore, it is expected as an ideal memory 
in the next generation. In the case of such a FeRAM, rt 
is also required to make thin a ferroelectric film for 
achieving a large capacity. Incidentally, a semiconductor 
memory intended to suppress reactivity between a fer- 
roelectric material and a metal electrode has been dis- 
closed in Japanese Patent Application Laid-open No. 5- 
190797, in which PZT (lead zirconate titanate) is used 
as a ferroelectric material and a silicon nitride (SiNx) 
film as a cfiffusion preventive layer is formed around the 
ferroelectric material. 



DISCLOSURE OF INVENTION 

[0004] The above-descr toed prior art technologies, 
however, have failed to examine suppression of a leak 

5 current density accompanied by thinning of a dielectric 
material essentially to be performed for increasing the 
degree of integration. A memory using the above- 
described BST is aimed at lowering an operational volt- 
age along with higher integration. For lowering an oper- 

io atonal voftage tor a memory, it is required to ensure a 
sufficient capacitance at a small voftage. To increase 
such a capacitance, it has been examined to select a 
material having a high dielectric constant to increase 
an electrode area, and to make thin a high dielectric 

is material. A thin film made of BST having a polycrystal- 
ttne structure, however, has a problem in terms of with- 
stand voltage characteristic because such a 
pdycrystalline film allows leak current to easily flow 
through grain boundaries of crystals. For this reason, in 

so the case of using the BST thin film as a capacitor, it was 
difficult to apply a sufficient operational voltage thereto. 
[0005] In the above ferroelectric capacitor in which 
the silicon nitride film is formed around the PZT film, the 
silicon nitride film acts as a diffusion preventive layer 

26 capable of preventing thermal diffusion from elements 
of PZT thereby keeping a desirable stoichiometric com- 
position of the ferroelectric material necessary for ferro- 
electric characteristics. The silicon nitride layer in the 
abovedescribed prior art ferroelectric capacitor, how- 

30 ever, has a problem. Since the silicon nitride film has a 
dielectric constant being as small as 7, it must be 
formed to an ultra-thin thickness of 30 A or less for sup- 
pressing lowering the total capacitance of the ferroelec- 
tric capacitor having a size of 4 /im 2 . Further, in the 

36 case of higher integration of 1 G bits, the area of the 
capacitor becomes as small as 0.1 pm 2 . In this case, it 
becomes apparent on the basis of simple calculation 
that the silicon nitride layer must be formed to a further 
ultra-thin thickness of 1 A or less. 

40 [0006] Additionally, in the thinning process made in 
the prior art technologies, if a metal is as an electrode, 
there occurs a problem that a transition layer is formed 
by diffusion of an element at an interface between a cfie- 
lectric thin tim and the metal electrode, to thereby 

45 reduce a spontaneous polarization (Pr), to increase a 
field reversing (Ec), and to give rise to a film fatigue. 
[0007] To solve the above-described problems, the 
present invention has been made, and an object of the 
present invention is to provide a high dielectric layer 

so containing insulating particles, which is capable of sup- 
pressing leak current caused through grain boundaries 
of crystals and which can be thinned to such an extent 
as to meet a requirement of high integration: a high die- 
lectric element in which the high dielectric thin film is 

ss sandwiched between upper and lower electrodes; a 
semiconductor device using the high dielectric element; 
and a method of manufacturing the high dielectric ele- 
ment. 
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[0008] Another object of the present invention is to 
solve the above-described problems and to provide a 
ferroelectric layer containing insulating particles, which 
is capable of suppressing leak current caused through 
grain boundaries of crystals and which can be thinned 
to such an extent as to meet a requirement of high inte- 
gration; a ferroelectric element in which the ferroelectric 
thin film is sandwiched between upper and lower elec- 
trodes; a semiconductor device using the ferroelectric 
element; and a method of manufacturing the ferroelec- 
tric element. 

[0009] A further object of the present invention is to 
provide a high dielectric element or a ferroelectric ele- 
ment including the above high dielectric thin film or the 
above ferroelectric thin film having a thickness of 200 A 
or more, wherein the element is allowed to be applied 
with an operation voltage of 2 V for operating a semi- 
conductor memory 

[001 0] A further object of the present invention is to 
provide a high dielectric element in which a conductive 
oxide is used as an electrode being in contact with the 
above high dielectric thin film to suppress formation of a 
transition layer, and a method of manufacturing the high 
dielectric element. 

[001 1 ] A further object of the present invention is to 
provide a ferroelectric element in which a conductive 
oxide is used as an electrode being in contact with the 
above ferroelectric thin f 3m to suppress formation of a 
transition layer, and a method of manufacturing the fer- 
roelectric element. 

[0012] To achieve the above objects, according to 
the present invention, there is provided a ferroelectric 
element including an upper electrode, a ferroelectric 
thin tarn, and a lower electrode, wherein the ferroelectric 
layer contains insulating particles having a resistance of 
10 6 flor more. 

[0013] According to the present invention, there is 
provided a high dielectric element including an upper 
electrode, a high dielectric thin film, and a lower elec- 
trode, wherein the high dielectric layer contains insulat- 
ing particles having a resistance of 10*0 or more. 
[0014] The insulating particles have particle sizes 
each being in a range of 50 A or less. 
[0015] The ferroelectric thin film may be made of 
one kind selected from the group consisting of a mate- 
rial expressed by (Pb^xAJCZr^yTiy)^ (where A is one 
kind selected from the group consisting of La, Ba, and 
Nb). and a material expressed by (AO) 2 *(By. 
1 Cy0 3 y +1 ) 2 " (where A is at least one kind selected from 
the group consisting of Tl, Hg, Pb, Bi, and a rare earth 
element; B is at least one kind selected from the group 
consisting of Bi, Pb. Ca, Sr, and Ba; C is at least one 
kind selected from the group consisting of Tl, Nb, Ta, W. 
Mo, Fe. Co, Cr and Zr; and y ° 2. 3, 4, and 5). 
[001 6] The high dielectric thin film may be made of 
one kind selected from the group consisting of a mate- 
rial expressed by (Ba^xSrJTiOa and a material 
expressed by (Pbv x AJ(Zr Vy Tiy)03 (where A is one kind 



selected from the group consisting of La. Ba and Nb). 
[0017] The insulating particles may be those of a 
compound containing Si. 

[0018] The lower electrode may be composed of a 
5 metal, a conductive oxide of a single element and a 
conductive oxide having a perovskrte structure which 
are formed on a base substrate in this order, and each 
of the conductive oxides may be oriented along a spe- 
cific plana 

10 [0019] The upper electrode may be composed of a 
conductive oxide having a perovskrte structure and a 
metal or comprises a conductive oxide having a per- 
ovskrte structure, a conductor oxide of a single element, 
and a metal, which are formed in this order from the side 

is in contact with the ferroelectric thin film or the high die- 
lectric thin film. 

[0020] In the case where the ferroelectric thin f 3m 
has a thickness of 200 A or more, the ferroelectric ele- 
ment may exhibit a withstand voltage of 2 V or more at 

20 a leak current density of 10* 5 A/cm 2 or less. 

[0021 ] In the case where the high cfielectric thin film 
has a thickness of 200 A or more, the high dielectric ele- 
ment may exhibit a withstand voltage of 2 V or more at 
a leak current density of 10" 5 A/cm 2 or less. 

2S [0022] The metal used for the electrode may be at 
least one kind selected from the group consisting of Pt 
Ail, A), Ni, Cr, Ti, Mo, and W. Also, to realize the function 
of the electrode material, a conductive oxide of a single 
element or a perovskrte structure, which has a resistivity 

so of 1 mn • cm or less, may be used as the electrode. 
The conductive oxide of a single element may be an 
oxide of at least one kind selected from the group con- 
sisting of Ti, V, Eu. Cr. Mo. W. Ph. Os, Ir, Pt Re. Ru and 
Sn. The conductive oxide having a perovskrte structure 

35 may be at least one kind of perovskrte oxide selected 
from the group consisting of Bo0^ t SrReCXj, BaRe03, 
UTIO3, SrV0 3 . CaCrOfr SrCrOa. SrFeQj, La t . 
xSr x Co03 (0<x<0.5). LaNiOj, CaRu0 3 , SrRu03, 
Srn0 3 .and BaPbOj. and has a resistivity of 1 mn • cm 

40 or less. 

[0023] According to the present invention, there is 
provided a method of forming the ferroelectric thin film, 
including the step of forming the ferroelectric thin fflm by 
sputtering in an atmosphere of a mixed gas of oxygen 

45 and an inert gas at a temperature of 650° C or less. In 
addition, the film formation temperature is selected to 
suppress reaction with an electrode. Instead of the sput- 
tering method described above, the ferroelectric thin 
fam may be formed by MOCVD in an atmosphere of 

50 oxygen or excited oxygen at a temperature of 650°C or 
less. 

[0024] According to the present invention, there is 
provided a method of forming the ferroelectric thin film, 
including the step of forming the ferroelectric thin film by 
55 applying a starting material composed of a metal alkox- 
ida or a metal salt of an organic ackJ on a substrate by 
spin-coating or di>coating and baking the f rim at a nor- 
mal pressure and at a temperature of 650°C or less. In 
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addition, the film formation temperature is selected to 
suppress a reaction with the electrode. 
[0025] According to the present invention, there is 
provided a method of forming the high dielectric thin 
film, including the step of forming the high dielectric thin s 
film by sputtering in an atmosphere of a mixed gas of 
oxygen and an inert gas at a temperature of 650°C or 
less. In addition, the film formation temperature is 
selected to suppress reaction with the electroda 
Instead of the sputtering method described above, the 10 
high dielectric thin film may be formed by MOCVD in an 
atmosphere of oxygen or excited oxygen at a tempera- 
ture of 650°C or less. 

[0026] According to the present invention, there is 
provided a method of forming the high dielectric thin is 
film, inducing the step of forming the high dielectric thin 
film by applying a starting material composed of a metal 
alkoxJde or a metal sah of an organic acid on a substrate 
by spin-coating or dip-coating and baking the film at a 
normal pressure and at a temperature of 650°C or less. 20 
In addition, the film formation temperature is selected to 
suppress a reaction with the electrode. According to the 
present invention, there is provided a method of forming 
the conductive oxide of a single element or a perovskite 
structure, including the step of forming a conductive zs 
oxide of a single element or a perovskite structure by 
sputtering in an atmosphere of a mixed gas of oxygen 
and an inert gas at a temperature of 650°C or less. 
Instead of the sputtering method described above, the 
conductive oxide of a single element or the perovskite 00 
structure may be formed by MOCVD in an atmosphere 
of oxygen or excited oxygen at a temperature of 650°C 

[0027] According to the present invention, there is 
provided a method of forming the conductive oxide of a 35 
single element or the provsWte structure, including the 
step of forming the conductive oxide of a single element 
or the provsWte structure by applying a starling material 
composed of a metal alkoxide or a metal salt of an 
organic acid on a substrate by spin-coating or dip-coat- 40 
ing and baking the film at a normal pressure and at a 
temperature of 650° C or less. In addition, the film forma- 
tion temperature is selected to suppress a reaction with 
an electroda 

[0028] Further, in the step of forming the ferroelec- 45 
trie thin f Pm from a stating material composed of a metal 
alkoxide or a metal salt of an organic acid by spin-coat- 
ing or dip-coating, the ferroelectric thin film may be 
formed while irradiating ultraviolet rays to the ferroelec- 
tric thin film. This is based on the knowledge that the so 
decomposition of a raw material caused by light irradia- 
tion ts considered effective for lowering the film forma- 
tion temperature. The high dielectric thin fflm may be 
also formed while irradiating ultraviolet rays to the high 
dielectric thin film in the same manner as described 55 
above, and further, the conductive oxide may be formed 
while irradiating ultraviolet rays to the high dielectric thin 
film in the same manner as described above 



[0029] According to the present invention, there is 
provided a semiconductor device, wherein the structure 
including the upper electrode, the ferroelectric thin film, 
and the lower electrode is formed as a capacitor in a 
structure of a field effect transistor. 
[0030] Further, according to the present invention, 
there is provided a semiconductor device, wherein the 
structure including the upper electrode, the high dielec- 
tric thin him, and the lower electrode is formed as a 
capacitor in a structure of a field effect transistor. 

BRIEF DESCRIPTION OF DRAWINGS 

[0031] 

Fig. 1 is a schematic view of a ferroelectric layer of 
the present invention; 

Fig. 2 is a schematic view of a prior art ferroelectric 
layer; 

Fig. 3 is a sectional view showing a ferroelectric ele- 
ment of the present invention; 
Fig. 4 is a sectional view showing a high dielectric 
element of the present invention; 
Fig. 5 is a photograph by a TEM, showing the ferro- 
electric layer of the present invention; 
Fig. 6 is a graph showing data on a leak current 
density of the ferroelectric element of the present 
invention; 

Fig. 7 is a sectional view showing an internal config- 
uration of a lower electrode of the present invention; 
Fig. 8 is a sectional view showing an internal config- 
uration of a lower electrode of the present invention; 
Fig. 9 is a sectional view showing a semiconductor 
device using the ferroelectric element of the 
present invention; and 

Fig. 10 is a graph showing a relationship between a 
film thickness and a withstand voltage characteris- 
tic for the ferroelectric element of the present inven- 
tion. 

BEST MODE FOR CARRYING OUT THE INVENTION 

[0032] Hereinafter, embodiments of the present 
invention will be described with reference to the draw- 
ings. The present invention, however, is not limited 
thereto. 

[0033] In addition, reference numerals in the draw- 
ings are as follows: 

[0034] Each of reference numerals 31, 41, 81, 91 
indicates an upper electrode; each of 32, 71 , 81 , and 92 
is a ferroelectric thin film; 42 is a high dielectric thin film; 
each of 33, 43, 83. and 93 is a lower electrode; each of 
34, 44, and 75 is a base substrate; each of 72 and 82 is 
a conductive oxide having a perovskite structure; each 
of 73 and 83 is a conductive oxide of a single element; 
each of 74 and 84 is a metal; each of 94 and 96 is a 
SiOg film; 95 is Si; 97 is a diffusion layer; 98 is a gate 
electrode; and 99 is a SK^ gate fflm 



4 



v. 



7 



EP1039525A1 



8 



(Embodiment 1) 

[0035] Rg. 1 is a view showing a structure including 
an upper electrode 11, a ferroelectric layer 13, and a 
lower electrode 12 according to the present invention. In 
the ferroelectric layer 13, insulating particles 1 6 contain- 
ing Si are precqtfated at crystal grain boundaries 15 
between crystals 14 of a ferroelectric material. Such a 
structure makes it possfcie to suppress reduction in 
withstand voltage characteristic which is, as shown by a 
comparative example of Fig. 2, due to a leak current 21 
flowing through grain boundaries of crystals of a ferroe- 
lectric material, and hence to apply an operational volt- 
age essential for operation of a memory. Further, since 
particle sizes of the insulating particles are each in a 
range of 50 A or less, the insulating particles exert only 
a small effect on the capacitance of a capacitor even if 
the insulating particles have a dielectric constant 
smaller than that of the dielectric material. As a resuft 
the capacitor having such a structure can satisfy a 
capacitance being more than 30 fF necessary for a 
DRAM. 

[0036] Next, there will be described a method of 
preparing a ferroelectric thin film made from a material 
expressed by a chemical structural formula of 
(AOf^CgOj) 2 ' where A = Bi, B = Sr, and C = Ta. In a 
sectional view of a ferroelectric element shown in Rg. 3, 
reference numeral 34 indicates a base substrata First, 
as the base substrate 34, there was used a Si wafer on 
which a TiN layer as a barrier layer was formed to a 
thickness of 200 A at a temperature of 300°C and a 
Si0 2 layer was formed thereon by thermal oxidation. 
Then, a base electrode 33 was formed on the base sub- 
strate 34. As the backing electrode, a Pt thin film was 
formed to a thickness of 1 ,000 A by sputtering at a tem- 
perature of 350°C. A ferroelectric thin fOm 32 was then 
formed on the lower electrode 33 as follows. First a 
solution of aJkoxides of Bi, Sr. Ta, and Si was applied on 
the tower electrode 33 by spin-coating at 1 ,500 rpm for 
30 sec, being dried at 150°C for 5 min, and then sub- 
jected to pre-heat treatment in air or oxygen at a tem- 
perature of 200 to 550°C lower than a crystallization 
temperature of the ferroelectric thin film, that is, 580°C 
for 10 to 30 min. Such a procedure was taken as one 
cycle, and the cycle was repeated 2-5 times, to form a 
precursor thin film having a thickness of 1,000 A. The 
precursor thin film was finally heat-treated at a temper- 
ature of 580 to 650°C , to obtain a ferroelectric layer of 
(BiaO^lSrTagO/) 2 ' containing an amorphous Si com- 
pound. 

[0037] The ferroelectric layer thus obtained was 
observed by a TEM, which gave a result shown in Fig. 
5. As is apparent from Rg. 5, amorphous particles hav- 
ing particle sizes each in a range of 20 to 50 A were rec- 
ognized between crystals of the ferroelectric material 
having particle sizes each in a range of 100 to 1.000 A. 
The amorphous particles were those of a compound 
containing Si, Bi, Sr and Ta. The composition of the 



compound was largely dependent on the state of the 
particles. 

[0038] A result of examining a relationship between 
a voltage and a leak current density for such a ferroelec- 

5 trie element is shown in Fig. 6. For the prior art ferroe- 
lectric element containing no particles, a leak current 
density was as large as 10* 4 A/cm 2 at 1 V. As a result, 
the prior art ferroelectric element could not used as a 
capacitor. On the contrary, for the ferroelectric element 

w containing particles, the leak current density was as 
very small as 1xl0" 7 A/cm 2 or less at 5 V. This shows 
that the ferroelectric element containing particles exhib- 
its a very good withstand voltage characteristic. The fer- 
roelectric element containing particles also exhibited 

is good ferroelectric characteristics. That is, 2Pr was 16 
uC/cm 2 at 3 V, Ec was 40 kv/cm, and degradation of the 
characteristics was about 3% after writing 1 o 1 5 times by 
positive/negative reversal of a voltage of 3 V. Conse- 
quently, in the ferroelectric element containing particles, 

20 reduction in characteristics due to precipitation of parti- 
cles was not recognized. 

[0039] A relationship between a film thickness and 
a withstand voltage characteristic for the ferroelectric 
layer of (BfeO^SrTagO/) 2 - containing the above insu- 

2* la ting particles is shown in Rg. 10. Samples each hav- 
ing a film thickness of 200 to 2,000 A were prepared by 
changing the above-described cycle of the procedure 
for forming a precursor thin film As is apparent from 
Fig. 10. the withstand voltage was 2 V or more at the 

30 leak current density of 1 0" 5 A/cm 2 for the samples each 
having a film thickness of 200 A or more. 
[0040] Although in the above embodiment descrip- 
tion is made using (BigO^fSrTa^) 2 " as the ferroe- 
lectric material, a solution of an altoxide of Si may be 

35 added to a ferroelectric material having a perovskrte 
crystal structure expressed by a chemical structural for- 
mula of (AOJ^B^CyOsy+t) 2 - where the A site is at 
least one kind selected from the group consisting of Tl, 
Hg, Y, Ce, Pr, Nd. Pm, Eu. Gd, Tb. Dy, Ho, Er, Tm. Yb. 

40 and in\ the B site is at least one kind or more selected 
from the group consisting of Bi, Pb, Ca. Sr. and Ba; the 
C she is at least one kind or more selected from the 
group consisting of Ti, Nb. Ta. W, Mo, Fe, Co, Cr, and Zr ; 
and y = 2, 3. 4, and 5. 

45 [0041] Further, another ferroelectric thin film 32 was 
formed on the lower electrode 33 obtained in the same 
manner as described above, as follows. First, a solution 
of alkaxides of Pb, Zr, Ti, and Si was applied on the 
lower electrode 33 by spin-coating at 1,500 rpm for 30 

so sec, being dried at 1 50°C for 5 min, and then subjected 
to pre-heat treatment in air or oxygen at a temperature 
of 200 to 400°C lower than a crystallization temperature 
of the ferroelectric thin film, that is, 450°C for 10 to 30 
min. Such a procedure was taken as one cycle, and the 

55 cycle was repeated 2-5 times, to form a precursor thin 
fOm having a thickness of 1.000 A. The precursor thin 
film was finally heat-treated at a temperature of 500 to 
650*0. to obtain a ferroelectric layer of Pb{Zr 0 .5^.5)03 
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containing an amorphous Si compound. For this ferroe- 
lectric element containing particles, the leak current 
density was as very small as 1 x10" 7 A/cm 2 or less at 5 
V. This shows that the ferroelectric element exhibits a 
very good withstand voltage characteristic. The ferroe- 
lectric element also exhibited good ferroelectric charac- 
teristics. For example, 2Pr was 40 uC/cm 2 at 3 V. Ec 
was 60 kV/cm, and degradation of characteristics was 
about 3% after writing 1012 times by ± reversal of a volt- 
age of 3 V. Consequently, reduction in characteristics 
due to precipitation of particles was not recognized. Fur- 
ther, with respect to the dependency of the f am thick- 
ness on the withstand voltage, the withstand voltage 
was 2 V or more at the leak current density of 10" 5 
A/cm 2 for the samples each having a thickness of 200 A 
or more. 

[0042] Although in the above embodiment descrip- 
tion is made using PbfZro.s^o.sJOa as the ferroelectric 
material, a solution of an alkoxide of Si may be added to 
a ferroelectric material haying a perovskite crystal struc- 
ture expressed by a chemical structural formula of (Pb A . 
x A x )(Zr 1 . y Ti y )0 3 where the A site is substituted for at 
least one kind or more selected from a group consisting 
of La, Ba, and Nb; and each of x and y is in a range of 0 
to1. 

(Embodiment 2) 

[0043] Next, there will be described a method of 
preparing a high dielectric layer having a crystal struc- 
ture expressed by (BaosSro .s)Ti03 used in this embod- 
iment. In a sectional view of a high dielectric element 
shown in Rg. 4, reference numeral 44 indicates a base 
substrate. As the base substrate, there was used a Si 
wafer on which a TIN layer as a barrier layer was formed 
to a thickness of 200 A at a temperature of 300°C and a 
S1O2. layer was then formed by thermal oxidation. Then, 
a lower electrode 43 was formed on the base substrate 
44. As the tower electrode, a Pt thin film having a thick- 
ness of 1,000 A by sputtering at a temperature of 
350°C. A high dielectric thin film 42 was formed on the 
lower electrode 43 as follows. First, a solution of alkox- 
ides of Ba, Sr, Ti, and Si was applied on the lower elec- 
trode 43 by spin-coating at 1,500 rpm for 30 sec, being 
dried at 1 50°C for 5 min, and then subjected to pre-heat 
treatment in air or oxygen at a temperature of 200 to 
550°C lower than a crystallization temperature of the 
ferroelectric thin film, that is, 580°C for 10 to 30 min. 
Such a procedure was taken as one cycle, and the cycle 
was repeated 2-5 times, to form a precursor thin film 
having a thickness of 1,000 A. The precursor thin film 
was finally heat-treated at a temperature of 580 to 
650°C. to thus obtain a high dielectric layer of 
(Ba<5 5 Sr 0 5JTIO3 containing an amorphous Si com- 
pound. The high dielectric layer thus obtained was 
observed by a TEM, which gave a result in which amor- 
phous particles having particle sizes each in a range of 
20 to 50 A were recognized between crystals of the high 



dielectric materia) having particle sizes each in a range 
of 100 to 500 A. The particles were those of a com- 
pound containing Si, Ba, Sr and Ti. and the composition 
of the compound was largely dependent on the state of 

5 particle. As a result of examining a relationship between 
a voltage and a leak current density for the high dielec- 
tric element, it was found that the leak current density 
was as very small as 1xl0" 7 A/cm 2 or less at 3 V. This 
shows that the ferroelectric element containing particles 

10 exhtoits a very good withstand voltage characteristic. 
The ferroelectric element also exhibited a dielectric con- 
stant (c) of 250 at a frequency of 1 MHz which was 
larger than that of SiN x , and consequently, it was found 
that degradation of characteristics due to precipitation 

75 of particles was not recognized. With respect to the 
dependency of the film thickness on the withstand volt- 
age, the withstand voltage was 2 V or more at the leak 
current density of 10-5 A/cm2 for the high dielectric thin 
f flm having a thickness of 200 A or more. 

20 [0044] Although in the above embodiment descrip- 
tion is made using (Bao. 5 Sr 0 5)1*03 as the ferroelectric 
material, a solution of an alkoxide of Si may be added to 
a high dielectric material having a perovskite crystal 
structure expressed by a chemical formula of (Ba t . 

26 xSrx)TK}3 where x is adjusted in a range of 0 to 1 . 

(Embodiment 3) 

[0045] Rg. 7 is a view showing an internal conf igu- 

30 ration of a lower electrode in this embodiment The 
lower electrode includes a metal 74, a conductive oxide 
73 of a single element, and a conductive oxide 72 hav- 
ing a perovskite structure. Although in each of the 
embodiments 1 and 2, description is made using a 

35 metal electrode as the lower electrode, a lower elec- 
trode in contact with a ferroelectric material is made 
from a conductive oxide having a perovskite structure in 
this embodiment. Such a lower electrode was effective 
to suppress an oxygen loss layer having been generally 

40 recognized at an interface between a ferroelectric mate- 
rial and a metal electrode, and hence to suppress low- 
ering of Pr due to reversal of voltage. In formation of this 
lower electrode, the metal, conductive oxide of a single 
element and conductive oxide having a perovskite 

45 structure were laminated in this order on a base sub- 
strate. This was effective to improve adhesiveness 
between adjacent ones of the layers. This was also 
effective to control orientation of the conductive oxide 
having a perovskite structure and hence to form a feno- 

so electric thin film or a high dielectric thin f Dm on the con- 
ductive oxide while controlling orientation of the thin 
tarn. Hereinafter, there will be described a method of 
preparing the lower electrode. First, the metal 74 repre- 
sented by Ru was formed on the above-described base 

55 substrate 34 to a thickness of 1.000 A by sputtering at a 
temperature of 600° C; the conductive oxide 73 of a sin- 
gle element represented by RuO was formed thereon to 
a thickness of 1,000 A by sputtering in an oxygen 
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atmosphere at a temperature of 450°C; and the conduc- 
tive oxide 72 having a perovskite structure represented 
by SrRuO, was formed thereon to a thickness of 1,000 
A by sputtering at a temperature of 650°C. On the lower 
electrode 33 was formed a ferroelectric layer of 
(BfeO^fSrTa^) 2 * containing an amorphous Si com- 
pound in the same manner as in the first embodiment 
The orientation of the ferroelectric thin film was exam- 
ined by X-ray Effraction, which gave the resutt in which 
the C-axis was tilted 45°. Further, the pole figure meas- 
urement using a diffraction peak of the (105) lace 
showed that the degree of orientation was 93%. 
[0046] Next, a configuration of an upper electrode 
in this embodiment is shown in Fig. 8(a). An upper elec- 
trode 31 includes a conductive oxide 82 having a per- 
ovskite structure, a conductive oxide 83 of a single 
element, and a metal 84. Like the case of using the con- 
ductive oxide as the lower electrode, the above upper 
electrode 31 was effective to suppress an oxygen loss 
layer having been generally recognized at an interface 
between a ferroelectric material and a metal electrode. 
A conductive oxide having a perovskite structure, repre- 
sented by SrRu03. was formed on the above ferroelec- 
tric layer of (BigO^^SrTaaO/) 2 * containing ^ an 
amorphous Si compound to a thickness of 1,000 A by 
sputtering in an oxygen atmosphere at a temperature of 
650° C. Further, the conductive oxide 83 of a single ele- 
ment, represented by RuO, was formed thereon to a 
thickness of 1 ,000 A by sputtering in an oxygen atmos- 
phere at a temperature of 450°C, and then the metal 84 
represented by Ru was formed thereon to a thickness of 
1,000 A by sputtering at a temperature of 600°C. The 
ferroelectric element exhibited good ferroelectric char- 
acteristics. For example, the leak current density was 
1x10' 8 A/cm 2 at 5 V; 2Pr was 16 uC/cm 2 at 3 V and Ec 
was 40 kV/cm; and degradation of characteristic was 
about 5% after rewriting 10 15 times by positive/negative 
reversal of a voltage of 3 V. 

[0047] Although in this embodiment description is 
made using (BfeO^tSrTa^) 2 " as the ferroelectric 
material, there may be used the ferroelectric material 
expressed by the chemical structural formula of 
(AO^tB^CyO^) 2 * or the ferroelectric material 
expressed by the chemical structural formula of (Pb t . 
xAJfZr^yTiyJOs in the first embocfiment or the high die- 
lectric materia) expressed by the chemical structural for- 
mula of (Ba^xSrJTlOa in the second embodiment. 
[0048] With respect to the above upper and tower 
electrodes, specific examples of the metal may include 
Pt, Au, Al, Ni, Cr, Tl, Mo, and W; specific examples of 
the conductive oxide of a single element may include 
TiO x , VO„ EuO, CrOz. MoO* W0 2 . PhO, OsO, IrO, 
PtO, Re02. R11O2. and SnOg; and specific examples of 
the conductive oxide having a peropvskite structure 
may include Re03, SrReO^ BaReOa, UTIQ3. SrV0 3 , 
CaCrQs, SrCr0 3 , SrFe03, la^^rfioO^ (0<x<0.5). 
LaNiOj. CaRuOj, SrRu03. SrTiOs. and BaPbO^. 
[0049] Further, after formation of the lower elec- 



trode, and a ferroelectric thin film or a high dielectric thin 
film in the same manner as described above, another 
upper electrode of the present invention shown in Fig. 
8(b) was formed, as follows. Like the above embodi- 

5 merit a conductive oxide 82 having a perovskite struc- 
ture, represented by either of ReOj, SrReQ3, BaReO^, 
LaTiOj, SrVD 3 , CaCnO* SrCrO^ SrFeOa, La t . 
tSrJMh (0<x <0.5). LaNiOa, CaRuOa. SrRuOa. 
SrTi0 3 , and BaPbOj was formed to a thickness of 

10 1.000 A by sputtering in an oxygen atmosphere at a 
temperature of 650°C, and then a metal 84, represented 
by either of Pt Au. Al, Ni, Cr, Ti. Mo, and W was formed 
to a thickness of 1 ,000 A by sputtering at a temperature 
of 600°C, to form an upper electrode, thereby preparing 

15 a ferroelectric element or a high dielectric element 

(Embodiment 4) 

[0050] Although a metal alkoxide is used as a start- 
le ing material for spin-coating for forming a high dielectric 
thin film in each of Embodiments 1 to 3, a ferroelectric 
thin film or a high dielectric thin f flm can be prepared by 
spin-coating using as a starting material a metal acet- 
yieacetonato. a metal carbonate, an acetate, or a metal 
25 soap such as a metal naphthenate or metal octylate. 
[0051] Similarly, a ferroelectric thin film or a high ' 
dielectric thin film can be prepared in the same process 
as described above by dip-coating using as starting 
material a metal alkoxide, a metal acelyleacetonato, a 
30 metal carbonate, an acetate, or a metal soap such as a 
metal naphthenate or metal octylate. 
[0052] In preparation of a ferroelectric thin film or a 
high dielectric thin film in each of Embodiments 1 to 3. a 
ferroelectric thin film or a high dielectric thin film having 
35 a thickness of 1 ,000 A was obtained by sputtering in an 
atmosphere containing oxygen gas at a pressure of 
0.02 to 10- 4 torr at a temperature of 530 to 650°C for 1 
nr. 

[0053] Also, in preparation of a ferroelectric thin film 
40 or a high dielectric thin film In each of Embodiments 1 to 
3, a ferroelectric thin film or a high dielectric thin fOm 
having a thickness of 1,000 A was obtained by laser 
vapor-deposition using a sintered body having the same 
composition as that of the above high dielectric thin film 
45 in an atmosphere containing oxygen gas at a pressure 
of 0.3 to 10" 4 torr at a temperature of 530 to 650°C for 1 
hr. 

[0054] Further, in preparation of a ferroelectric thin 
f 3m or a high dielectric thin film in each of Embodiments 

so 1 to 3, a ferroelectric thin film or a high dielectric thin f Dm 
having a thickness of 1 ,000 A was obtained by MOCVO 
using p-diketone complex compound, or phenyi-group 
or o-tolyl group compound as a starting material in an 
atmosphere containing oxygen gas at a pressure of 0.3 

55 to 10* 4 torr at a temperature of 530 to 650°C for 2 hr. 
[Q055] In the above laser vapor-deposition or 
MOOCVD process, a ferroelectric thin film or a high die- 
lectric film having a thickness of 1,000 A was obtained 
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in an atmosphere containing excited oxygen (ozone, 
ECR or microwave plasma) at a pressure of 0.3 to 1 0* 4 
ton* at a temperature of 500 to 620°C tor 1-2 hr. 
[0056] Further, in preparation of either of a metal, a 
conductive oxide of a single element a conductive oxide 
of a perovskite structure in each eirtxriiment by carry- 
ing out the same process as descrtoed above, rt is pos- 
stole to a metal, a conductive oxide of a single element, 
a conductive oxide of a perovsKtte structure tike the 
above examples in this embodiment. 

(Embedment 5) 

[0057] Fig. 9 is a view showing a semiconductor 
device including a ferroelectric element. The semicon- 
ductor device is prepared in the following manner. First 
a diffusion layer 97 is formed on an Si wafer 95 by ion 
implantation and heat-treatment; an S'tfy gate film 99 is 
formed thereon by surface oxidation; and a gate elec- 
trode 98 is formed thereon. After formation of an SiOg 
film 94 and an S*0 2 film 96 for element isolation 
between a transistor and a capacitor, an aluminum 
interconnection 910 is formed to connect an upper elec- 
trode 91 to the diffusion layer 97. As a ferroelectric ele- 
ment, a structure including the upper electrode 91, a 
ferroelectric thin film 92 and a lower electrode 93, which 
was prepared in Embodiments 1 to 4, was formed to 
obtain a semiconductor device including the ferroelec- 
tric element. The semiconductor device including the 
ferroelectric element thus obtained enables detection by 
a change in stored charge capacitance obtained at a 
voltage of 3 V. 

[0058] Although in this embedment description is 
made using the structure including the upper electrode 
91 , ferroelectric thin film 92, and lower electrode 93, 
there may be formed a high dielectric element having a 
structure including an upper electrode, a high dielectric 
thin film, and a lower electrode. The semiconductor 
device including the high dielectric element thus 
obtained has a storage charge capacitance of 30 fF at a 
voltage of 3 V. 

FIELD OF INDUSTRIAL APPLICATION 

[0059] As described above, according to the 
present invention, there can be provided a highly inte- 
grated ferroelectric element having a high Pr and a tow 
Ec and having a good withstand voltage, in which a fer- 
roelectric layer thinned to a thickness of 200 A or more 
is sandwiched between electrode, wherein the ferroe- 
lectric layer contains insulating particles to suppress 
leak current caused through grain boundaries of crys- 
tals. 

[0060] As described above, according to the 
present invention, there can be provided a high dielec- 
tric element having a high dielectric constant and a 
good withstand voltage, which is thinned to a thickness 
of 200 A or more and includes a high dielectric layer, 



wherein the ferroelectric layer contains insulating parti- 
cles to suppress leak current caused through grain 
boundaries of crystals. 

[0061] A semiconductor device including a ferroe- 
s lectric element can be formed by incorporating the 
above ferroelectric element in a field effect transistor 
structure. 

[0062] Further, a semiconductor device including a 
high dielectric element can be formed by incorporating 
io the above high dielectric element in a field effect transis- 
tor structure. 

[0063] As described above, this invention is effec- 
tive to be applied to a highly integrated ferroelectric ele- 
ment or high dielectric element and a semiconductor 
is device using the same. 

Claims 

1. A dielectric element comprising an upper electrode, 
20 a dielectric thin f 3m, and a lower electrode, wherein 

said dielectric thin film contains insulating particles 
having a resistance not smaller than 10 6 Q 

2. A dielectric element according to claim 1 , wherein 
26 said dielectric thin fflm comprises at least one of a 

ferroelectric thin film and a high dielectric thin film. 

3. A dielectric element according to any one of claims 
1 and 2, wherein said insulating particles each have 

30 a particle size not larger than 50 A. 

4. A dielectric element according to claim 2, wherein 
said ferroelectric thin film is made of one kind 
selected from the group consisting of a material 

as expressed by (Pfy. A)(Zri-yT»y)03 (where A is one 
kind selected from the group consisting of La, Ba, 
and No), and a material expressed by (AO) 2+ (B y . 
iC y 0 3y+1 ) 2 "{where A is at least one kind selected 
from a group consisting of 71, Hg, Pb, Bi, and rare 

40 earth elements; B is at least one kind selected from 
the group consisting of Bi, Pb, Ca, Sr, and Ba; C is 
at least one kind selected from the group consisting 
ofTi,r^.Ta,W,^.Fe.Co,C>andZriandyc:2, 3, 
4, and 5). 

45 

5. A dielectric element according to claim 2, wherein 
said hipji dielectric thin fflm is made of one kind 
selected from the group consisting of a material 
expressed by (Bat.iSrJFlOa and a material 

so expressed by (^i.A)(Zri-/ n y) 0 3 A is one 
kind selected from the group consisting of La, Ba 
andNb). 

6. A dielectric element according to claim 1, wherein 
55 said insulating particles are those of a chemical 

compound containing Si. 

7. A dielectric element according to claim 1 , wherein 
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said lower electrode comprises a metal, a conduc- 
tive oxide of a single element and a conductive 
oxide having a perovskite structure which are 
formed on a base substrate in this order, and each 
of said conductive oxides is oriented along a spe- 5 
crfic plana 

8. A cfielectric element according to claim 2, wherein 
said upper electrode comprises a conductive oxide 
having a perovskite structure and a metal or com- to 
prises a conductive oxide having a perovskite struc- 
ture, a conductor oxide of a single element and a 
metal, which are formed in this order from the side 

in contact with said ferroelectric thin film or said 
high dielectric thin film. is 

9. A dielectric element according to claim 4, wherein 
said ferroelectric thin film has a thickness of 200 A 
or more, and said dielectric element exhibits a with- 
stand voltage not lower than 2 V at a leak current 20 
density not larger than 10' 5 A/cm 2 . 

10. A dielectric element according to claim 5, wherein 
said high dielectric thin film has a thickness of 200 

A or more, and said dielectric element exhibits a ss 
withstand voltage not lower than 2 V at a leak cur- 
rent density not larger than 10" 5 A/cm 2 . 

1 1 . A dielectric element according to any one of claims 

7 and 8, wherein said metal is at least one kind 30 
selected from the group consisting of Pt Au, Al, Ni, 
Cr.Ti, Ma and W. 

1 2. A cfielectric element according to any one of claims 

. 7 and 8, wherein said conductive oxide of a single 35 
element is an oxide of at least one kind selected 
from the group consisting of Ti, V, Eu, Cr, Mo, W, 
Ph, Os, Ir, Pt, Re, Ru and Sn, and has a resistivity 
not larger than 1 mO • cm. 

40 

1 3. A dielectric element according to any one of claims 
7 and 8. wherein said conductive oxide having a 
perovskite structure is at least one kind of per- 
ovskite oxide selected from the group consisting of 
ReOj, SrRe0 3 , BaReOj, UTIO3, &VO3, CaCr0 3 , 45 
SrCr03, SrFeQj, La^^GoO* (0<x<0.5), LaNiC^, 
CaRuOa, SrRuCV}, SfTO^, and BaPbOj, and has a 
resistivity not larger than 1 mn • cm. 

14. A method of forming a dielectric thin film, compris- so 
ing the step of forming the dielectric thin film by 
sputtering in an atmosphere of a mixed gas of oxy- 
gen and an inert gas at a temperature not higher 
than650°C. 

55 

1 5. A method of forming a dielectric thin f Dm, compris- 
ing the step of forming the dielectric thin film by 
MOCVD in an atmosphere of oxygen or excited 



oxygen at a temperature not higher than 650°C. 

16. A method of forming a ferroelectric thin film or a 
high cfielectric thin f 3m, comprising the step of form- 
ing the ferroelectric thin film or the high cfielectric 
thin f 3m by applying a starting material composed 
of a metal alkoxkJe or a metal salt of an organic acid 
on a substrate by spin-coating and baking the fflm 
at a normal pressure and at a temperature not 
higher than 650°Q 

17. A method of forming a ferroelectric thin film or a 
high cfielectric thin fflm, comprising the step of form- 
ing the fenoelectric thin film or the high dielectric 
thin fflm by applying a starting material composed 
of a metaJ aikoxide or a metal salt of an organic acid 
on a substrate by dip-coating and baking the film at 
a normal pressure and at a temperature not higher 
than 650°C. 

18. A method of forming a ferroelectric thin film or a 
high dielectric thin film according to any one of 
claims 16 and 17, wherein in a case of forming the 
ferroelectric thin film or the high dielectric thin fflm 
from a slating material composed of a metal aikox- 
ide or a metaJ salt of an organic acid by spin-coating 
or dip-coating, the method comprises the step of 
forming the ferroelectric thin film or the high dielec- 
tric thin film while irradiating ultraviolet rays to the 
ferroelectric thin film or the high dielectric thin f ilm. 

19. A semiconductor device, wherein said dielectric 
element according to daim 1 is formed as a capac- 
itor in a structure of a field-effect transistor. 
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